BELT-POLISHING MACHINE
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gets on the paper while rubbing the sample on it. After the
final hand rubbing on No. 000 paper has been finished the piece
is ready for the canvas wheel and carborundum mixture. The
canvas wheel travels at 1275 r.p.m. See Photo No. 50.

PHOTO 49.

This wheel is made by stretching canvas over a brass disk
and tying it to the wheel. The polishing medium is made as
follows:

Carborundum (60 minutes).............    300 gms.

Water...............................2400 c.c.

concentrated...................      20 c.c.

Mix in a large bottle (3000 c.c.) and allow to stand till the
liquid is clear or very nearly so.   By means of a siphon draw off